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Description 

[0001] The present invention relates to a positive photosensitive composition useful for a lithographic printing plate, a 
color proof for print correction, a color filter resist for liquid aystal display, a resist for integrated circuits for semicx)nduc- 
5 tor elements or a copper etching resist to be used for a printed wiring board or gravure plate making, and further relates 
to a photosensitive litiiographic printing plate and a metiiod for forming a positive image. 

[0002] Heretofore, as a positive photosensitive composition capable of forming a positive image by irradiation of ultra- 
violet light through a silver salt masking film, followed by development, a system has been known which comprises an 
alkali-soluble resin and an o-quinonediazide group-containing compound as a photosensitivity-imparting component. It 

10 is considered that in such a system, upon irradiation of ultraviolet light absorbable by the o-quinonediazide group-con- 
taining compound, tiie diazo moiety will be decomposed to finally form a carboxylic acid, whereby the alkali-solubility of 
the photosensitive composition will increase, i.e. only the exposed portion will be dissolved in an alkali developer to form 
an image. Namely, this system is one wherein a component of tfie photosensitive composition undergoes a photochem- 
ical change and yet has a sensitivity to ultraviolet light (hereinafter referred to simply as "UV-sensitivit/'). 

15 [0003] On the other hand, along with the progress in the image treating technology by computers, an attention has 
been drawri to a photosensitive or heat sensitive direct plate making system wherein a resist image is formed directiy 
from digital image infomiation by a laser beam or a thermal head without using a silver salt masking film. Especially, it 
has been strongly desired to realize a high resolution laser photosensitive direct plate making system employing a high 
power semiconductor laser or YAG laser, from the viewpoint of downsizing, tiie environmental light during ttie plate 

20 making operation and plate making costs. 

[0004] As a technique relating to an image-forming method wherein laser photosensitivity is utilized, a technique has 
been proposed in which a chemical amplification type photoresist is combined witfi a long wavelength light ray absorb- 
ing dye. For example. JP-A-6-43633 discloses a positive photosensitive material wherein a certain specific squarilium 
dye is confined with a photo-acid-generator and a binder. Further, as a technique of this type, JP-A-7-20629 discloses 

25 a method for preparing a lithographic printing plate by exposing a photosensitive layer containing an infrared ray 
absorbing dye, latent Bronsted acid, a resol resin and a novolak resin, in an image pattern by e.g. a semiconductor 
laser, and JP-A-7-271029 discloses a similar mettiod wherein a s-triazine compound is used instead of tiie above latent 
Bronsted add. However, the photosensitive materials used in these conventional techniques have UV-sensitivity and 
accordingly have a difficulty in handling under white light. 

30 [0005] Furttier, in connection with an image-forming technique involving a chemical change by ttiennal decomposi- 
tion, JP-A-7-285275 discloses an image-recording material comprising a binder, a material which absortjs light and 
generates heat, and a material which is tiiermally decomposable and substantially lowers the solubility of the binder in 
a non-decomposed state (hereinafter referred to as a tiiermally decomposable solubility-suppressing agent). In tills 
publicatfon, it is disclosed to use an onium salt, a diazonium salt or a quinonediazide compound, as tiie tiiermally 

35 deconposaWe solubility-suppressing agent However, it is well known tfiat each of such compounds has UV-sensitivity 
and tiius has a difficulty in handling under white light. Furtiier. tills publication discloses a quinonediazide sulfuric acid 
ester of a certain type of a resin, such as a pyrogallol acetone resin, as a compound falling within a concept of an ester 
of a resin. However, tfie ester of a resin disclosed in this publication is nothing more ttian one disclosed as a type of a 
quinonediazide compound. 

40 [0006] On the other hand, as an image-forming material having no UV-sensitivity and involving substantially no chem- 
ical change, the following may, for example, be mentioned. 

[0007] Firstly, JP-A-9-43847 discloses a resist material wherein the crystal lizabilrty of the photosensitive material Is 
changed by heating by irradiation with infrared rays, and a method for forming a pattern utilizing such a resist material. 
[0008] Further, the present applicants have previously proposed a photosensitive composition comprising a photo- 

45 thermal conversion material and an alkali-soluble resin, whereby a positive image can be formed witii a very simple sys- 
tem where no chemical change can be expected (U.S. Patent Application Sen No. 08/906.258). This image formation 
is carried out by a change other than a chemical change. TTiis is evident also from a reversible phenomenon observed 
such that when tiie photosensitive composition used which was once subjected to inadiation with light, is heated at a 
temperature of about 50*»C for 24 hours, the alkali solubility at tiie exposed portion which once increased immediately 

50 after the exposure often returns to a state close to ttie state before the exposure. Further, tills is also evident from tiie 
relation between tiie glass transition temperature (or the softening point) of tiie photosensitive composition used and 
the likeliness of the reversible phenomenon, such that ttie lower tiie glass transition temperature (or tfie softening tem- 
perature), the more likely the reversible phenomenon. 

[0009] Tlie reason as to why ttie above-mentioned photosensitive composition forms such a positive image, is not 
55 clearly understood. However, it is considered that light energy absorbed by the photo-tiiermal conversion material is 
converted to heat, and tiie alkali-soluble polymer material at the portion receiving the heal undergoes a certain change 
ottier than the chemical change, such as a conformation change, whereby the alkali solubility at tiiat portion will 
increase to facilitate formation of an image by the alkali developer. 
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[0010] In said application, the present applicants have further proposed sulfonic acid esters, etc., as solubility-sup- 
pressing agents for said composition. 

[001 1 ] However, such a composition is required to be further improved with respect to the sensitivity, the development 
latitude attributable to a difference in solubility between the exposed portion and the non-exposed portion, the strength 
of the photosensitive layer and the printing resistance. 

[0012] Further, as a photosensitive composition having no sensitivity to UV. similar to the above. W097/39894 dis- 
closes a lithographic printing plate capable of forming a positive image by irradiation with a laser beam of at least 600 
nm, folbwed by development with an alkali developer. For example. It is disclosed to form a positive image by subjecting 
a lithographic printing plate having a photosensitive layer containing a novolak resin, a certain IR-absorbIng agent and 
ethyl p-toluenesulfonate, to laser exposure. However, as a result of a study by the present inventors, it has been found 
that when the sulfonic acid ester disclosed in this publication is used, the film strength tends to be weak, and the printing 
resistance tends to be inadequate, although a positive image may be formed. 

[001 3] It is an object of the present invention to provide a positive photosensitive composition, a positive photosensi- 
tive lithographic printing plate and a method for forming a positive image, whereby the sensitivity is high, the chemical 
resistance of the image area is high, the film strength of the photosensitive layer is high, and high printing resistance 
can be obtained. A further object of tiie present invention is to provide a positive photosensitive conrposition, a positive 
photosensitive lithographfo printing plate and a method for forming a positive image, which present high sensitivity to a 
near Infrared laser. 

[0014] Another object of tfie present invention is to provide a positive photosensitive lithographic printing plate excel- 
lent in handling under white light. 

[0015] A still further object of the present invention is to provide a positive photosensitive lithographic printing plate 
having no stain at a non-image area during printing. 

[001 6] In a still furtiier aspect, the present invention provides a method for forming a positive image, which comprises 
subjecting such a positive photosensitive Trthographic printing plate to exposure with a laser beam having a wavelength 
wittiin a range of from 650 to 1 ,300 nm, and tfnen developing it with an alkali developer to form a positive image. 
[0017] The present invention provides a positive photosensitive composition comprising an alkali-soluble resin and a 
photo-tiiermal conversion material as the main components, which involves substantially no chemical change in tiie 
image formation (i.e. which does not contain a compound decomposable by light or heat such as a quinonediazide 
compound, as a component of the photosensitive composition), wherein at least some of phenolic hydroxyl groups in 
the alkali-soluWe resin are esterif ied, and it has been found tiiat a positive photosensitive lithographic printing plate hav- 
ing a layer of such a positive photosensitive conposition on a substrate, has excellent printing resistance. 
[001 8] Further, it has been found that when a specific ester is selected for the ester moiety of the above alkali-soluble 
resin, it is possible to prevent staining during printing, in addition to tiie effect for printing resistance. 
[0019] Namely, tiie present invention provides a positive photosensitive composition comprising an alkali-soluble 
resin having phenolic hydroxyl groups (a) and a photo-tiiermal conversion material (b), and not containing a quinonedi- 
azide compound, which contains an alkali-soluWe resin having phenolic hydroxyl groups, of which at least some are 
esterif ied (a-1). 

[0020] In another aspect, ttie present invention provides a positive photosensitive conposrtion conprislng an alkali- 
soluble resin having phenolic hydroxyl groups, of which at least some are esterified. a non-esterif ied alkali-soluble resin 
and a photo-tiienmal conversion material, which has substantially no photosensitivity to ultraviolet light. 
[0021] In a further aspect, the present invention provides a positive photosensitive litiiographic printing plate having 
a layer made of the above positive photosensitive composition formed on a substi'ate. 

[0022] The esterification ratio of phenolic hydroxy! groups in the resin component of tiie photosensitive composition 
(ttie ratio of esterified phenolic hydroxyl groups to the entire phenolic hydroxyl groups present in the original resin) is 
usually from 1 to 40%. whereby the effects for printing resistance and suppression of staining during printing can be 
increased. TTie esterification ratfo is more preferably from 2 to 30%, most preferably from 5 to 1 S%. 
[0023] To obtain a positive photosensitive composition wherein the esterification ratio of tiie alkali-soluble resin having 
phenolic hydroxyl groups is set within the above range, it is possible to use one alkali-soluble resin wherein phenolic 
hydroxyl groups are esterified in a constant proportion. Othenwise, it is also possible to mix an alkali-soluble resin which 
is not substantially esterified and an alkall-soldjie resin which is esterified in a constant proportion (usually wntin an 
esterification ratio of from 1 to 40%) for use. Usually, the latter is better in tiiat preparation of tiie composition is easy, 
accordingly, tiie present invention will be described hereinafter with reference to a case wherein an alkali-soluble resin 
which is not substantially esterified and an alkali-soluble resin which is esterified, are mixed. 
[0024] In this specification, the compound which is an alkali-soluble resin (a) having phenolic hydroxyl groups and of 
which at least some of tiie phenolic hydroxyl groups are esterified (a-1). is refen^ed to as "an esterified alkali-soluble 
resin (a-1 )". Further, a compound which is an alkali-soluble resin having phenolic hydroxyl groups and of which the phe- 
nolic hydroxyl groups are not substantially esterified, is refen-ed to as "a non-esterified alkali-soluble resin". 
[0025] Firstiy, tiie non-esterified alkali-soluble resin will be described. Any one of known such alkali-soluble resins 



3 



EP0 934 822A1 

having phenolic hydroxyl groups may be employed. More specifically, a novolak resin, a resol resin, a polyvinylphenol 
resin, or a copolymer of an acrylic acid derivative having phenolic hydroxyl groups, may. for example, be mentioned. 
Among them, a novolak resin, a resol resin or a polyvinylphenol resin is preferred. More preferred is a novolak resin or 
a polyvinylphenol resin, and particularly prefen-ed is a novolak resin. The weight average molecular weight (Mw) of the 

5 non-esterif ied alkali-soluWe resin Is usually from 1 ,000 to 1 .000,000, preferably from 1 .000 to 200.000. 

[0026] The novolak resin may be one obtained by polycondensing at least one member of aromatic hydrocarbons 
such as phenol, m-cresol. o^resol. p-cresol, 2.5-xylenol. 3.5-xylenol. resorcinol, pyrogallol. bisphenol. bisphenol A, tri- 
sphenol, o-ethylphenol, m-elhylphenol. p-ethylphenol, propylphenol, n-butylphenol. t-butyiphenol, 1-naphthol and 2- 
naphthol, with at least one aldehyde or ketone selected from aldehydes such as formaldehyde, acetaldehyde. propion- 

10 aldehyde, benzakjehyde and furfural and ketones such as acetone, methyl ethyl ketone and methyl isobutyl ketone, in 
the presence of an acid catalyst. 

Instead of formaWehyde and acetaldehyde. paraformaldehyde and paraldehyde may. respectively, be used. The weight 
average molecular weight calculated as polystyrene, measured by gel permeation chromatography (hereinafter 
refen-ed to simply as GPC) of the novolak resin (the weight average molecular weight by GPC measurement will here- 
15 inafter be referred to simply as Mw) is preferably from 1.000 to 100,000, more preferably from 1 ,500 to 50,000, most 
preferably from 2.000 to 20,000. 

[0027] Preferred may be a novolak resin obtained by polycondensing at least one phenol selected from phenol, o- 
cresol. m-cresol, p-cresol, 2.5-xylenol, 3,5-xylenol and resorcinol, as the aromatfc hydrocarbons for the novolak resin, 
with at least one member selected from aldehydes such as formaldehyde, acetaldehyde and propionaldehyde. 

20 [0028] Particularly preferred is a novolak resin which is a polycondensate of a phenol mixture of m-cresol/p-cresoiy2.5- 
xylenol/3.5-xylenol/resorcino! In a molar ratio of 40 to 100/0 to 50/0 to 20/0 to 20/0 to 20 or a phenol mixture of phe- 
nol/m-cresol/p-cresol in a molar ratio of 1 to 100/0 to 70/0 to 60. with aldehydes. Among aldehydes, formaldehyde is 
particularly preferred. The photosensitive composition of the present invention may further contain a solubility-sup- 
pressing agent, and in such a case, preferred is a novolak resin which is a polycondensate of a phenol mixture of m- 

25 cresol/p-cresoiy2.5-xylenol/3.5-xylenol/resorcinol in a molar ratio of from 70 to 1 0OA). to 30/0 to 20/0 to 20. or a phenol 
mixture of a phenol/m-cresol/p-cresol In a molar ratio of 10 to 1OO/0 to 60A) to 40, with aldehydes. 
[0029] The polyvinylphenol resin may be a polymer of one or more hydroxystyrenes such as o-hydroxystyrene. m- 
hydroxystyrene, p-hydroxystyrene, 2-(o-hydroxyphenyl)propylene. 2-(m-hydraxyphenyl)propylene and 2-(p-hydroxy- 
phenyOpropylene. The hydroxystyrenes may have a substituent, such as a halogen such as chlorine, bromine, iodine 

30 or fluorine, or a C1.4 alky! substituent. on the aromatic ring. Thus, the polyvinylphenols may be polyvinylphenols having 
a halogen or a C1.4 alkyi substituent on the aromatic ring. 

[0030] The polyvinylphenol resin is usually obtained by polymerizing one or more hydroxystyrenes which may have a 
substituent. in the presence of a radical polymerization initiator or a cation polymerization initiator. Such a polyvinylphe- 
nol resin may be one subjected to partial hydrogenation. 
35 [0031 ] Mw of the polyvinylphenol resin is preferably from 1 ,000 to 1 00.000. more preferably from 1 ,500 to 50,000. 
[0032] If Mw of the above novolak resin or polyvinylphenol resin Is smaller than the above-mentioned range, no ade- 
quate coating film tends to be obtained, and if it exceeds such a range, the solubility of the non-exposed portion in an 
alkali developer tends to be small, whereby a pattern tends to be hardly obtainable. 

[0033] The resol resin can be obtained in the same manner as for the preparation of the novolak resin except that 
40 instead of using an acki catalyst, an alkali catalyst is employed, and the preferred molecular weight and monomer com- 
position for condensation polymerization are the same as those for the novolak resin. 

[0034] The blend ratio of the non-esterif ied alkali-soluble resin is usually from 10 to 95 wt%. preferably from 20 to 95 

wt%. more preferably from 40 to 90 wt%. based on the total solid content in the photosensitive composition. 

[003*5] The composition of the present invention may contain an alkali-soluble resin having no phenolic hydroxyl 

45 groups within a range not to impair the performance of the present invention. 

[0036] The near infrared photo-thermal conversion material (b) (hereinafter refen-ed to simply as a photo-themial con- 
version material) to be used for the positive photosensitive composition of the present invention is not particularly lim- 
ited so long as it is a material which generates heat by irradiation at the time of the image exposure. Specifically, it may. 
for example, be an organic or inorganic pigment, an organic dye or a metal, which has an absorption band covering a 

so part or whole of a wavelength regton of from 650 to 1 ,300 nm. More specifically, it may, for example, be cartoon black, 
graphite, a metal such as titanium or chromium, a metal oxide such as titanium oxide, tin oxide, zinc oxide, vanadium 
oxide or tungsten oxide, a metal carbide such as titanium cartDide. a metal boride, or a black or green organic pigment 
such as an inorganic black pigment disclosed in JP-A-4-322219. an azo-type black pigment, "Uonol Green 2YS" or 
"Green pigment 7". The above cartxxi black may, for example, be a commercial product of Mitsubishi Chemical Corpo- 

55 ration such as ''MA-7", "MA-100", ''MA-200". "#5", "#10" or "#40", or a commercial product of Degussa such as "Color 
Black FW2", "FW20'' or "Printex V". 

[0037] Further, dyes having absorption bands in a near infrared region as disclosed in e.g. "Spedal Functional Dyes" 
(compiled by Ikemori and Hashiraya, 1 986, published by Kabushiki Kaisha CMC). "Chemistry of Functional Dyes" (com- 
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piled by HigaW, 1981 , published by Kabushiki Kaisha CMC). "Dye Handbook" (compiled by Okawa, Hirajima, Matsuoka 
and Kitao published by Kodansha), a catalogue published by Japan Photosensitive Dye Research Center in 1995, and 
a laser dye catalogue published by Exdton Inc., 1989. may be mentioned. 

[0038] Still further, organic dyes as disclosed in JP-A-2-2074. JP-A-2-2075. JP-A-2-2076. JP-A-3-97590. JP-A-3- 
5 97591 . JP-A-3-631 85, JP-A-3-28593 and JP-A-3-97589, may be mentioned. Further, near infrared photo-thermal con- 
version materials as disclosed in JP10-93179. JP10-163444 and JP10-222567. may also be mentioned. A preferred 
near infrared photo-thermal conversion material in the present invention is a near infrared cyanine dye, which is a so- 
called cyanine dye in a broad sense which has a structure having a hetero atom such as a nitrogen atom, an oxygen 
atom or a sulfur atom bonded by a polymethine (-CH=)n. For example. It includes various dyes such as a quinone type 
10 (a so-called cyanine type), an indole type {a so-called indocyanine type), a benzothiazole type (a so-called thiocyanine 
type), an iminocyclohexadiene type (a so-called polymethine type), a pyrylium type, a thiapyrylium type, a squarilium 
type, a aoconium type and an azulenium type. Among them, a quinoline type, an indole type, a benzothiazole type, an 
iminocyclohexadiene type, a pyrylium type or a thiapyrylium type is preferred. 

[0039] In the present invention, among the above cyanine dyes, a quinoline dye of the following formula (la), (lb) or 
15 (Ic) is prefen-ed. 
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[0040] In the formulae (la), (lb) and (Ic), each of and R^ which are independent of each other, is an alkyl group 
which may have a substituent, an alkenyl group which may have a substituent an alkynyl group which may have a sub- 
stituent. or a phenyl group which may have a substituent, 0 is a tri-, penta- or hepta-methine group which may have a 
substituent. wherein two substituents on the penta- or hepta-methine group may be linked to each other to form a C5.7 
cycloalkene ring, the quinoline ring may have substituents, wherein adjacent two substituents may be linked to each 
other to fomi a condensed benzene ring, and X" is a counter anion. 

[0041] Here, the substituent in R^ and R^ in the formulae (la), (lb) and (Ic) may, for example, be an alkoxy group, a 
phenoxy group, a hydroxy group or a phenyl group, and the substituent in 0 may, for example, be an alkyl group, an 
amino group or a halogen atom. Ukewise. the substituent in the quinoline ring may. for example, be an alkyl group, an 
alkoxy group, a nitro group or a halogen atom. 
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As the indole type and benzolhiazole type dyes, those represented by the following fonmula (II) are prefen-ed. 



r3 X- 



15 [0043] In the formula (II). each of and which are independent of each other, is a dialkylmethylene group or a 
sulfur atom, each of and which are Independent of each other, is an alkyi group which may have a substrtuent, 
an alkenyl group which may have a sUbstituent an alkynyl group which may have a substituent, or a phenyl group which 
may have a substituent, Is a tri-. penta- or hepta-methine group which may have a substituent. wherein two subslit- 
uents on the penta- or hepta-methine group may be linked to each other to form a C5.7 cycloalkene ring, the condensed 

20 benzene ring may have substituents. wherein adjacent two substituents may be linked to each other to form a con- 
densed benzene ring, and X' is a counter anion. 

[0044] Here, the substituent in R^ and R* in the formula (II) may. for example, be an alkoxy group, a phenoxy group, 
a hydroxy! group or a phenyl group, the sUbstituent in m^, for exanple. be an alkyI group, an amino group or a hal- 
ogen atom, and the substituent in the benzene ring may, for example, be an alkyI group, an alkoxy group, a nitro group 
25 or a halogen atom. 

[0045] As the iminocyclohexadiene dyes, those represented by the following formula (III) are partfoularly preferred. 



30 




35 

[0046] In the formula (III), each of R^. R^, R^ and which are independent of one another, is an alkyI group, each 
of R^ and R^^ which are independent of each other, is an aryl group which may have a substituent. a fury! group or a 
thienyl group, is a mono-, tri- or penta-methine group which may have a substituent. wherein two substituents on the 

40 tri- or penta-methine group may be linked to each other to form a C5.7 cydoalkene ring, and X* is a counter anion. 
[0047] Here, each of R^ and R^° in the formula (III) may specifically be. for example, a phenyl group, a 1-naphthyl 
group, a 2-naphthyl group, a 2-furyl group, a 3-furyl group, a 2-thienyl group or a 3-thienyl group, and the substituent 
thereon may. for example, be an alkyI group, an alkoxy group, a dialkylamino group, a hydroxyl group or a halogen atom, 
and the sutjstituent in may. for example, be an alkyI group, an amino group or a halogen atom. 

45 [0048] As the pyrylium type and thiapyrylium dyes, those represented by the following formula (IVa). (IVb) or (IVc) are 
particularly preferred. 
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[0049] In the formulae (IVa), (IVb) and (IVc). each of and which are Independent of each other, is an oxygen 
atom or a sulfur atom, each of \ R^^, R^^ and R^"^ which are independent of one another, Is a hydrogen atom or an 
alky! group, or R^^ and R^^, or R^^ g^d R^"^. may be linked to each other to form a C5 or Ce cycloalkene ring, is a 
mono-, tri- or penta-methine group which may have a substituent. wherein two substituents on the tri- or penta-methine 
group may be linked to each other to form a C5.7 cycloalkene ring, the pyrylium ring and the thiapyrylium ring may have 
substituents. wherein adjacent two substituents may be linked to each other to form a condensed benzene ring, and X" 
is a counter anion. 

[0050] Here, the substituent in of the formulae (IVa), (IVb) and (IVc) may, for example, be an alkyi group, an amino 
group or a halogen atom, and the substituents in the pyrylium ring and the thiapyrylium ring may. for example, be an 
aryl group such as a phenyl group or a naphthyl group. 

[0051 ] Now. specific examples will be shown for each of the quinoline dyes of the above formulae (la) to (Ic), the indole 
type a benzothiazole type dyes of the formula (11). the iminocyclohexadiene dyes of the formula (III) and the pyrylium 
type or thiapyrylium dyes of the formula (IVa) to (IVc). 
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[0052] The counter anion X" in the foregoing will specifically be desaibed. It may, for example, be an anion of an inor- 
ganic acid, such as Cr. Br", I", CIO4, BF4" or PFe". or anion of an organic acid such benzenesuttonic add, p-toluenesul- 

35 ionic add, naphthalenesulfonic acid, acetic acid or an organic boric ackJ. 

[0053] Espedally, a dye having an organic boric add anion as the counter anion is preferred, since it is excellent in 
the solubil'ity in the coating solvent, so that preparation of the coating solution will be facilitated, and it makes possible 
to use a solvent having a low boiling point, so that sticking of a non-dried photosensitive layer to e.g. a coating line roller 
can be prevented, and high speed coating will be possible, whereby high productivity can be attained. 

40 [0054] Specifically, as such an organic boric add anion, the one represented by the following formula (L) may be men- 
tioned. 

45 ^.^^ 1 \ 

rQ4 rQ2 (L) 

RQ3 



wherein each of PP^ to which are Independent of one another, is a hydrogen atom, a C^s alkyi group, a Ce-is 
aromatic hydrocarbon group which may have a substituent, or a C4.15 heterocydic group which may have a substituent. 
[0055] More spedfically, it may be one wherein each of BP^ to R*^ which are independent of one another, is -CH3, - 

C2H5, -C3H7, -C4H9, -C4H9-t 
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[0056] Further, as preferred specif ic examples other than the above cyanine dyes, the following may be mentioned: 

S-1 Nigrosine dye: Color Index Solvent Black 5 
S-2 Nigrosine dye: Color Index Solvent Black 7 
S-3 Nigrosine dye: Color Index Acid Black 2 

S-4 Cart)on black: MA-1 DO (manufactured by Mitsubishi Chemical Corporation 
S-5 Trtanlum monoxide: Titanium Black 13M (manufactured by Mitsubishi Material) 
S-6 Titanium monoxide: Titanium Black 128 (manulactured by Mitsubishi Material) 

[0057] Such a photo-thermal conversion material (b) is incorporated in a blend ratio of from 0.5 to 30 wl%, preferably 
from 1 to 20 wt%, more preferably from 1 to 15 wt%. based on the total solid content of the photosensitive composition 
of the present invention. 

[0058] As mentioned above, the photosensitive composition of the present invention is one whereby Image forming 
is carried out mainly by a change other than a chemical change, and it is essential that it has no UV sensitivity fi.e. han- 
dling in white light fe possible). Accordingly, the photosensitive composition of the present invention does not contain a 
quinonediazide compound. 

[0059] In the present invention, it is necessary to incorporate an estertfied alkali-soluble resin (a-1) as an essential 
component. By the incorporation of the esterified alkali-soluble resin (a-1). the film strength of the photosensitive layer 
can be improved. Accordingly, this esterified alkali-soluble resin (i.e. the compound which is an alkali-soluble resin hav- 
ing phenolic hydroxyl groups and of which at least some of the phenolic hydroxy! groups are esterified) may sometimes 
be refen-ed to as "a film strength-improving agent". 

[0060] The ester moiety of the esterified alkali-soluWe resin (a-1) Is preferably a sulfonic acid compound or a cartx)x- 
ylic acid compound. The alkali-soluble resin having phenolic hydroxyl groups, which constitutes the esterified alkali-sol- 
uble resin (a-1). may, for example, be a novolak resin, a resol resin, a pdyvinylphenol resin or a copolymer of an acrylic 
acid derivative, having phenolic hydroxyl groups. Among them, a novolak resin, a resol resin or a polyvinylphenol resin 
is preferred. 

[0061] Particularly prefen-ed as a film strength-improving agent is an ester compound of a polycondensation resin of 
a phenol with an aldehyde or ketone, with a carboxylic acid compound or a sulfonic acid compound. 
[0062] Such a phenol may, for example, be a monohydric phenol such as phenol, o-cresol. m-cresol, p-cresol, 3,5- 
xylenol, carvacrol or thymol, a dihydric phenol such as catechol, resordnol or hydroquinone. or a trihydric phenol such 
as pyrogalld or phloroglucinol. The above aldehyde may. for example, be formaldehyde, benzaldehyde. acetaldehyde. 
crotonaldehyde or furfural. Among them, prefen-ed is formaldehyde or benzaldehyde. The above ketone may. for exam- 
ple, be acetone or methyl ethyl ketone. 

[0063] Specific examples of the above polycondensation resin include a phenol/formaldehyde resin, a m-cresol/for- 
maldehyde resin, a m- and p-mixed cresol/fbrmaldehyde resin, a resordnol/benzaldehyde resin or a pyrogallol/acetone 

resin. 

[0064] The molecular weight (Mw) of the alkali-soluble resin having phenolic hydroxyl groups, which constitutes the 
above-mentioned film strength-improving agent, is usually from 1 ,000 to 50,000. preferably from 1 ,500 to 20,000. more 
preferably from 2.000 to 10,000. 

[0065] The esterif ication ratio of the sulfonic ackf or carboxylic acid compound to the phenolte hydroxyl group of the 
above-mentioned film strength-improving agent (the reaction ratio per one OH group) is preferably from 1 to 40%, more 
preferably from 3 to 35%, most preferably from 15 to 35%. 
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[0066] The sulfonic acid or carboxylic add compound may, for example, be a sulfonic acid compound or a carboxylic 
acid compound, such as a C^is alkyfsuHonic acid which may have a substituent. a C5.20 arylsulfbnic acid which may 
have a substituent, a quinonesulfonic add which may have a substituent, a C4.20 heteroc^ic sulfonic acid which may 
have a substituent, or a carboxylic add con^esponding tiiereto. 

[0067] More preferably, it may, for example, be a mono- to tri-cydic arylsulfbnic acid compound, a mono- to tri-cydic 
quinonesulfonic add compound or a carboxylic acid compound conresponding tiiereto. which may have an alkyi group, 
a carboxylic add group, a hydroxy! group, a primary amino group, a secondary amino group or a tertiary amino group, 
as a substituent in its structure. Particularly prefen'ed is a mono- or bi-cyclic arylsulfonic acid or a bi- or tri-cyclic qui- 
nonesulfonic acid, which may have the above-mentioned substituent. since such a sulfonic acid is advantageous with a 
view to improvement of the printing resistance and chemical resistance. 

[0068] A suitable sulfonic add ester group (R-SO3-) constituting tiie esterif ied aikali-solut>)e resin (a-1 ). may, for exam- 
ple, be a group wherein R has a structure represented by one of the following formulae QP** to QP^. 
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QP 





QP 
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wherein X"" is a hydrogen atom or an alkyl group, is a hydrogen atom or a hydroxy! group, X^ is 



"NH-N=C" . 

45 

or -N=N-y2. X^ is a hydrogen atom or an alkyl group, each of two which are independent of each otiier, is a hydrogen 
atom, an alkyl group, an aryl group, a chlorine atom, a bromine atom, an iodine atom, a fluorine atom, an alkoxy group, 
an aryloxy group, an acyl group, an alkoxycarbonyl group, an aryloxycarbonyl group, an allyloxycartxDnyl group, a car- 

50 boxylic add group or a cyano group, provided tiiat at least one of tiiem is a group selected from an acyl group, an alkox- 
ycarbonyl group, an aryloxycartx>nyl group, an allyloxycart>onyl group, a cartxsxylic add group and a cyano group, and 
is an aryl group which may have a substituent, an alkyl group which may have a substituent a heterocydic group 
which may have a substituent, an alkenyl group, an acyl group which may have a substituent, or an alkaxycart)onyl 
group which may have a sut>stituent. 

55 [0069] In tiie above definitions, the carbon number of the alkyl group is from 1 to 1 5, preferably from 1 to 6; the carbon 
number of the aryl group is from 6 to 20, preferably from 6 to 1 2; the cartx)n number of tiie heterocydic group is from 4 
to 20, preferably from 4 to 10; the cartwn number of tiie alkenyl group is from 2 to 10, preferably from 2 to 6; tiie carbon 
number of ttie acyl group is from 2 to 15, preferably from 2 to 10; and the cart)on number of the alkoxycarbonyl group 
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is from 2 to 15. preferably from 2 to 10. 

[0070] More specif ically, examples of the esterif ied alkali-soluble resin (a-1) used in the present invention will be given 
below. When the stain resistance during printing, as desaibed hereinafter, is taken into consideration, the following 
compounds may be mentioned as prefen-ed examples as resins wherein o-quinonediazide groups have been non-pho- 
tosensitized. However, the esterified alkali-soluble resin (a-1) of the present invention is not limited to such compounds. 



10 



15 




Mw 4000 



20 [0071] A compound (Mw 3000) having substituted for hydroxyl groups of a polycondensation novolak resin of m- 
cresol with formaldehyde (reaction ratio: 30%). 

[0072] A compound (Mw 2000) having substituted for hydroxyl groups of a polycondensation novolak resin of phe- 
nol with formaldehyde (reaction ratio: 30%). 

[0073] A compound (Mw 3000) having substituted for hydroxyl groups of a polycondensation novolak resin of m- 
25 resordnd with formaldehyde (reaction ratio: 20%). 
Here, is 
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[0074] Among the above-mentioned esterified alkali-soluble resins (a-1), one obtainable by reacting a sulfonic acid 
corrpound with a pyrogalloi/acetone resin is particularly preferred with a view to improvement of the printing resistance 
and chemical resistance when used for a lithographic printing plate. 

[0075] Further, the blend ratio of the esterified alkali-soluble resin (a-1) is from 0.5 to 100 wt%, preferably from 0.5 to 
50 wt%. more preferably from 1 to 30 wt%, based on the total solid content of the photosensitive composition. 
[0076] By Incorporating the film slrengtii-improving agent of tiie present invention, removal of an exposed portion (a 
non-image area) and the film retention at an image area can be improved, and the printing resistance can be inrproved 
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due to an improvement in the film strength of the photosensitive layer. This is considered to be attributable to the follow- 
ing mechanism. 

[0077] Namelyp in the photosensitive conrposition comprising the non-esterified alkali-soluble resin and the esterif ied 
alkali-soluble resin (a-1), the esterlfied alkali-soluble resin will be crosslinked by hydrogen bonds to the non-esterified 
5 alkali-soluble resin having phenolic hydroxyl groups to form a matrix structure by such bonds in the photosensitive layer. 
The matrix effect by such bonds can be confirmed by a decrease in the solubility of the photosensitive layer in an aque- 
ous alkali solution. 

[0078] Such crosslinking is usually hardly formed by merely mixing the non-esterified alkali-solutsle resin and the film 
strength-improving agent, and the formation is accelerated usually by carrying out heat treatment Thus, such crosslink- 
10 ing can be confirmed by the resulting decrease in the solubility of the photosensitive layer, improvement in the printing 
resistance of the photosensitive layer or a decrease of scratch mark defects. 

[0079] The heat treatment is carried out usually at the time of drying after coating the photosensitive conrposition on 
a substrate or the like, and the temperature and time may suitably be selected to attain the performance for e.g. the sol- 
ubility, printing resistance and prevention of scratch mark defects of the photosensitive layer. Preferably, the tempera- 
75 ture is witiiln a range of from 40 to ^00°C» and the heat treatment time is prolonged as the temperature decreases. 
Specifically, it is preferred that the time is from 1 to 30 minutes in the vicinity of 1 0O'C, or from 5 to 50 hours in the vicin- 
ity of 40*»C. 

[OOaO] If the temperature is too high or the time is too long for tiie heat treatment tiie solubility of the photosensitive 
layer decreases, thus leading to development failure. On the other hand, If the tenperature is too low or the time is too 
20 short for tfie heat treatment, ttie solubility of the photosensitive layer will be excessive, tiius leading to dissolution of the 
image during development, formation of scratch marks or deterioration of the printing resistance. 
[0081] The details of ttie mechanism for tiie improvement of tiie positive image-forming property by tiie photosensitive 
composition of tiie present invention are not clearly understood. However, it is considered tfiat upon inadiation witii 
light the matrix structure by hydrogen bonds which produces the effect of suppressing the solubility, undergoes relax- 
es ation or dissolution of hydrogen bonds by the heat generated by light absorption, whereby penetration of tiie alkali agent 
will be facilitated, and tiie effect for suppressing the solubility will diminish, so tiiat a positive image with a high contrast 
will be formed, and a wide development latitude will be given. 

[0082] Further, it is considered that the film strengtii-inrproving agent having a high molecular weight alkali-soluWe 
resin skeleton having phenolic hydroxyl groups, has a function to form a stronger matrix structure by hydrogen tjonds 

30 and provides a higher effect for inproving the film strengtii, as compared with tiie one having a low molecular weight 
[0083] On tiie other hand, tiie film strength-improving agent is preferably a resin which corresponds to an ester of an 
alkali-solutile resin having phenolic hydroxy! groups with an arylsuKbnic acid and of which tiie partial structure consti- 
tuting the ester i.e. the aromatic ring or a substituent on tiie aromatic ring of the arylsulfonic add is substituted by a 
hydrophilic group, since such a resin has. in addition to the above-mentioned printing resistance and chemical resist- 

35 ance, an effect to prevent staining of a non-image area during printing (stain resistance). Such a hydrophilic group may, 
for exanrple, be a hydroxyl group, a primary amino group, a secondary amino group, a tertiary amino group or a cartwx- 
yllc acid group. Among them, one having at least hydroxyl group on the aromatic ring, is preferred. Particularly preferred 
is one having a hydroxyl group and an amino group on the aromatic ring. The amino group may have a substituent It is 
considered tiiat by the presence of a hydrophilic group In tiie partial structure constituting the ester, tiie solubility of an 

40 exposed portion of ttie photosensitive layer in an alkali developer will be facilitated in combination with the above-men- 
tioned change in conformation. 

[0084] The resin which is an ester of an alkali-soluble resin having phenolic hydroxyl groups with an arylsulfonic acid 
and which has a hydrophilic group In a partial structure constituting tiie ester, is prepared preferably by reacting an o- 
quinonediazide group moiety of a resin having a structure which corresponds to an ester of an alkali-solufcrfe resin hav- 
45 ing phenolic hydroxyl groups with a conventional o-quinonediazide sulfonic acid such as 1 .2-benzoquinonediazide-sul- 
fbnic acid or 1,2-benzoquinonedtazkjesulf6nic acid, to modify tiie o-quinonediazide group and consequentiy to 
introduce a hydrophilic group into a partial structure constituting tiie ester, in view of tiie preparation efficiency and tfie 
production cost 

[0085] The above modification of the o-quinonediazlde group is specifically such that the o-quinonediazide group Is 
so modified to a compound which does not undergo a photoreaction to form indenecarboxylic add upon absorption of light 
witii a wavelengtii of from 300 to 450 nm (i.e. non-photosensitized), and ttie compound no longer has a quinonediazide 
group. Such non-photosensitizing can be canied out by modifying the o-quinonediazide group by a known coupling 
reaction or nitrogen-removing reaction. 

Particularly preferred is a resin having hydroxyl groups introduced by non-sensitizing a resin having a structure corre- 
55 spending to an ester of a novolak resin, specifically a polycondensation resin of a phenol witii an aldehyde or ketone, 
with o-naphthoquinone diazldesulfonic add. more preferably a resin having a stiiicture corresponding to an ester of a 
pyrogalloi/acetone resin witii 1,2-benzoquinonediazidesulfonlc acid or 1 ,2-naphtfioqulnonedlazidesulfonlc acid, from 
the viewpoint of the synthesis and the above-mentioned printing resistance, chemical resistance and stain resistance. 
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[0086] Such non-sensitizing can be canrled out by means of known methods as disclosed In e.g. Saul Ratal. The 
Chemistry of diazonium and diazo groups Part r, 1978. published by John Wiley & Sons. Saul Ratal. The Cheml^ry 
of diazonium and diazo groups Rart 2". 1978, published by John Wiley & Sons. Vladimir V. Ershov et al., "Quinone 
DIazides", 1981, published by Elsevier Scientific Publishing Company. W. Ried and M. Butz. Uebigs Ann. Chem., 716, 
5 190 (1968): W. Ried and A. Keemann. Uebigs Ann. Chem., 689. 145 (1965), E. Bamberger. Marie Baum and Leo Sch- 
lein. J. Prakt. Chem., 266 (1 923), E. Bamberger, and S. Wildi. J. Prakt. Chem.. 278 (1 923). As specific examples of such 
non-sensitizing reaction, the following reactions employing various adds, alkalis and metal catalysts, may be men- 
traned. 
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(x" is chlorine, bromine, fluorine, iodine or NCS .) 
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OH 



SO. 




SO2 H 



(a 2) 



OH 



Q 



CH, =CH-Y 




(Y is a cyano groups, an acyl group or an aryl 
group . ) 

OH 



A r '^^ CH = NOH 




C=N-OH 



(a 4) 




28 



EP0 934 822A1 



CH, 

^C = 0 
I 

CH, 




NH-N=C\ 



CH3 
i ^ , 
C = X^ 

C = 0 
I 

CHo 



(a 13) 



^3 



(X*^ is N-H, N-CH3 or oxygen. ) 

OH 



C2H5 




C-N 



CO2C2H < 



2"5 



H CO2C2H5 



(alO 



[0087] Preferred resins obtainable by the above-mentioned non-sensitizing of resins containing o-quinonedlazide 
groups, will be given below. 

(1) A coupling reaction product of o-quinonediazide groups of a resin with a compound (a non-aromatic coupler) 
having active hydrogen of the following formula (A) or (B): 

H-C^ (A) 

RA3 



wherein each of R^^ to R^^ which are independent of one another, is an alkyi group, a hydrogen atom, an aryl 
group, a chlorine atom, a bromine atom, an iodine atom, a fluorine atom, an alkoxy group, an aryloxy group, an acyl 
group, an alkoxycarbonyl group, an aryloxycarbonyl group, an allyloxycart)onyl group, a carboxylic acid group or a 
cyano group, provided that at least one of R^^ to R'^^ is a group selected from an acyl group, an alkoxycartjonyl 
group, an aryloxycarbonyl group, an allyloxycartxsnyl group, a cartxsxyllc acid group and a cyano group. 
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rAI 



(B) 



wherein R^^ and R^^ are as defined in (A), and R^^ represents one represented by R^ in (A) or an amino groi^ 
which may have a substituent 

(2) A coupling reaction product of o-quinonediazide groups of a resin with a mono- to tri-cyclic aryl compound (an 
aromatic coupler) which has at least a hydroxyl group or a nitro group and which may further have other substltu- 
enls. as disclosed in e.g. Dyestuff Handbook (compiled by Organic Synthetic Chemistry Association. 1959, pub- 
lished by Maruzen K.K.). or "ORGAMC INTERMEDIATES", (catalogue of Datto Chemical Industry Co., Ud.). 

(3) A compound having a hydroxyl group or an alkoxy group as a substituent. which is obtainable by inducing a 
nitrogen-removal reaction together with a compound having a hydroxyl group such as an alcohol in the presence 
of an acid or an alkali (a nitrogen-removal reaction product). 



20 Specific examples of the couplers will be given. 
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(2) Aromatic couplers 
[0089] 
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[0090] When the stain resistance is taken into consideration, particularly preferred is one wherein the esterif ied alkali 
solut)le resin (a-1) is an ester of a novolak resin with a sulfonic acid compound and R in the ester moiety {R-SO3-) of 
the sulfonic acid ester is represented by the following formula: 



40 




45 wherein each of two Z which are independent of each other, is a hydrogen atom, an alkyi group, an aryl group, a chlo- 
rine atom, a bromine atom, an iodine atom, a fluorine atom, an alkoxy group, an aryloxy group, an acyl group, an alkox- 
ycarbonyl group, an aryioxycarbonyl group, an allyloxycarbonyl group, a carboxylic acid group or a cyano group, 
provided that at least one of them is a group selected from an acyl group, an alkoxycarbonyl group, an aryioxycarbonyl 
group, an allyloxycarbonyl group, a cartjoxylic acid group and a cyano group. 

50 [0091 ] Specific examples of the resin having o-quinonediazide groups non-sensitized, to be used in the present inven- 
tion, will be given below. However, the non-sensitized o<|uinonediazide derivatives to be used in the present invention 
are not limited to these compounds. 
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[0092] A compound (Mw 3000) having XW substituted for hydroxyl groups of a polycondensation novolak resin of m- 
creso! with formaldehyde (reaction ratio: 30%). 

[0093] A compound (Mw 3000) having XV substituted for hydroxyl groups of a polycondensation novolak resin of m- 
cresol with formaldehyde (reaction ratio: 30%). 
50 [0094] A compound (Mw 2000) having XW substituted for hydroxy! groups of a polycondensation novolak resin of phe- 
nol with formaldehyde (reaction ratio: 30%). 

[0095] A compound (Mw 3000) having XV substituted for hydroxyl groups of a polycondensation novolak resin of m- 
resordnd with formaldehyde (reaction ratio: 20%). 

[0096] A compound (Mw 3000) having XW substituted for hydroxyl groups of a polycondensation novolak resin of m- 
55 resordnol with formaldehyde (reaction ratio: 20%). 
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[0097] When the above described esterified alkali-soluble resin (a-1) Is to be used for the present invention in combi- 
nation with the non-esterified alkali-soluble resin, the weight ratio of the esterified alkali-soluble resin (a-1) to the non- 
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esterified alkali-soluble resin is preferably from 1 :1 to 1 :100, more preferably from 1 :2 to 1 :50. As a result of such a com- 
bined use, usually from 1 to 40% of phenolic hydroxyl groups In the alkali-soluble resin having the phenolic hydroxyl 
groups in the positive photosensitive composition will be as esterified. The esterlfication ratio is preferably from 2 to 
30%, more preferably from 5 to 1 5%. 
5 [0098] Further, so long as the esterif ication ratio is within the above range, it is possible to enrpby one obtained by 
wholly esterifying the resin component in the positive photosensitive composition. 

[0099] Further, the positive photosensitive composition of the present invention may contain a certain solubility-sup- 
pressing agent which forms a hydrogen bond with the alkali-soluble resin having phenolic hydroxyl group (a) and has a 
function of lowering the solubility of the alkali-soluble resin having phenolic hydroxyl group (a) and which does not sub- 
10 stantially absorb near infrared light i.e. has an absorption efficiency of not more than 1 % of near infrared light and is not 
decomposed by infrared light, for the purpose of further increasing the difference in solubility as between the exposed 
portion and the non-exposed portion. 

[0100] The solubility-suppressing agent to be used in the present invention may, for example, be an ackJ anhydride, 
a sulfonic acid ester, a phosphoric acid ester, an aromatic car1x)xylic acid ester, an aromatic ketone, an aromatic alde- 
rs hyde, an aromatic amine or an aromatic ether as disclosed in JP9-205789. a nonionic surfactant or a fluorine type sur- 
factant as disclosed in JP9-301 91 5, an acid-color forming dye as disclosed in JP9-291 880, or a base-color developing 
dye as disctosed in JP9-30191 5. The blend ratio of such a solubility-suppressing agent is usually from 0 to 50 wt%. pref- 
erably from 0 to 30 wt%, more preferably from 0 to 20 wt%. based on the total solid content in the photosensitive com- 
position. 

20 [01 01 ] Further, the photosensitive layer may contain a colorant other than the photo-thermal conversion material, as 
the case requires. The colorant may be a pigment or a dye such as Victoria Pure Blue (42595), Auramine 0 (41000). 
Catiron Brilliant Flavin (basic 13), F«iodamine 6GCP (45160), Rhodamine B (45170), Safranine OK 70:100 (50240), 
Erioglaudne X (42080). Fast Black HB (26150), No. 120/Uonol Yellow (21090), Uonol Yellow GRO (21090). Simular 
Fast Yellow 8GF (21105). Benzidine Yellow 4T-564D (21095), Simular Fast Red 4015 (12355). Uonol Red B4401 

25 (1 5850). Fastgen Blue-TGR-L (74160) or Lionel Blue SM (261 50), crystal violet lactone. Here, numerals in the brackets 
indicate the color indices (C.I.). 

[0102] The blend ratio of the colorant is usually from 0 to 50 wt%. preferably from 1 to 30 wt%. based on the solid 
content of the entire positive photosensitive composition. 

[01 03] The photosensitive composition of the present invention has no UV sensitivity and thus Is easy to handle under 
30 white light. Accordingly, as the above-mentioned optional additive components, it is necessary to select components 
which have no sensitivity to UV light The photosensitive composition having no UV sensitivity means that the conpo- 
sition has such a nature that even when irradiated with UV light, particularly with a light within a range of from 360 to 
450 nm, the exposed portion will not be substantially alkali-soluble, i.e. there will be no significant difference in the sol- 
ubility in the alkali developer. 

35 [0104] More specifically, even when left to stand under white fluorescent light (36W white fluorescent lamp Neolumi 
Super FLR40S-W/M/36, manufactured by Mitsubishi Denki K.K.) with a light intensity of 400 lux for 10 hours, the posi- 
tive photosensitive composition (the photosensitive layer of the positive photosensitive material) shows no change in 
the solubility. 

[01 05] The positive photosensitive composition of the present invention is used usually in the form of a solution having 
40 the above-desaibed various components dissolved in a suitable solvent. The solvent is not particularly limited so long 
as it presents adequate solubility to the components used and provides an excellent coating property For example, it 
may be a cellosolve solvent such as methylcellosolve, ethylcellosolve. metiiylcellosolve acetate or ethylcellosolve ace- 
tate, a propylene glycol solvent such as propylene glycol monomelhyl ether, propylene glycol monoetiiyl etfier. propyl- 
ene glycol monobutyl ether, propylene glycol monomethyl ether acetate, propylene glycol monoethyl etiier acetate. 
45 propylene glycol monobutyl etiier acetate or dipropytene glycol dimethyl etiier, an ester solvent such as butyl acetate, 
amy! acetate, ethyl lactate, butyl lactate, diethyl oxalate, ethyl pyruvate, ethyl-2-hydroxy butyrate, ethyl acetoacetate. 
methyl lactate, ethyl lactate or methyl 2-methQxypropionate, an alcohol solvent such as heptand. hexand, diacetone 
alcohol or furfuryl alcohol, a ketone solvent such as cyclohexanone or metiiyl amyl ketone, a highly polar solvent such 
as dimethylformamide. dimethylacetamide or N-methylpyn-oIidone or a solvent mixture thereof, or a mixture thereof with 
so an aromatic hydrocarbon. The proportion of the solvent is usually wittiin a range of from 1 to 200 times by weight, to tiie 
total amount of the photosensitive composition. 

[0106] Furtiier, the positive photosensitive composition of tiie present invention may contain various additives, such 
as a coating property-improving agent, a development-inproving agent, an adhesion-improving agent, a sensitivity- 
improving agent and an oleophilic agent in a range not to impair tiie desired properties. 
55 [0107] The photosensitive composition of the present invention is coated on a substrate and tiius advantageously 
used as a lithographic printing plate. As the coating method to be enrployed for forming a photosensitive layer on the 
substrate surface, a conventional metiiod such as rotational coating, wire bar coating, dip coating, air knife coating, roll 
coating, blade coating or curtain coating may, for exanple, be enployed. As the drying conditions, a temperature of 
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from 60 to 1 lO^'C for from 5 seconds to 1 0 minutes, preferably a temperature of from 70 to 150*C for from 10 seconds 
to 5 minutes, may, for example, be employed. 

[01 08] The thickness of the photosensitive layer is usually from 0.3 to 7 pm. preferably from 0.5 to 5 pm, more pref- 
erably from 1 .0 to 3 jim. 

5 [01 09] The substrate on which the photosensitive layer is formed, may. for example, be a metal plate of e.g. aluminum, 
zinc, copper or steel, a metal plate having chromium, zinc, copper, nickel, aluminum or iron plated or vapor-deposited 
thereon, a paper sheet a paper sheet having a resin coated thereon, a paper sheet having a metal foil of e.g. aluminum 
txMided thereto, a plastic film, a plastic film having hydrophiltc treatment applied thereto, or a glass plate. As a sut>strate 
for a lithographic printing plate, preferred is an aluminum plate having grain treatment applied by brush polishing or 

10 electrolytic etching in a hydrochloric acid or nitric add solution, having anodizing treatment applied in a sulfuric acid 
solution and. if necessary, having surface treatment such as pore sealing treatment applied. When an aluminum sub- 
strate is used as the substrate, any conventional aluminum substrate commonly used for printing plates may be 
employed, such as a A1 000 (pure aluminum) type, a A3000 (AI-Mn) type or a A5000 (Al-Mg) type, as stipulated In JIS. 
[0110] The roughness of a substrate surface is usually represented by a value of surface roughness Ra, which can 

75 be measured by means of a surface roughness meter. The substrate to be used in the present invention is preferably 
an aluminum plate having an average surface roughness of from 0.3 to 1 .0 \isn, preferably from 0.4 to 0.8 ^m. 
[Oil 1 ] The substrate may further be subjected to surface treatment with an organic compound, as the case requires. 
[01 1 2] The light source for image exposure of the positive photosensitive conrposition of the present Invention, may, 
for example, be a lamp light source such as a xenon lamp, a high pressure mercury lamp, a low pressure mercury lannp, 

20 a halogen lamp or a metal halide lamp, or a laser light source such as a HeNe laser, an argon ion laser, a YAG laser, a 
HeCd laser, a semiconductor laser or a ruby laser. Especially when an image is to be formed by heat generated upon 
absorption of light, it is preferred to employ a light source capable of generating a near infrared laser beam of from 650 
to 1 .300 nm. such as a ruby laser, a YAG laser, a semiconductor laser or a solid laser such as LED, particularly prefer- 
ably a semiconductor laser or a YAG laser, which is small in size and has a long useful life. With such a laser light 

25 source, scanning exposure is usually carried out, and then development is carried out with a developer to form an 
image. 

[01 1 3] The laser iigirt source Is used to scan the surface of the photosensitive layer usually in the form of a high inten- 
sity light ray (beam) focused by a lens, and the sensrtivity characteristic (mJ/cm^ of the positive lithographic printing 
plate of the present invention responding thereto may sometimes depend on the light intensity (mJ/s • cm^) of the laser 

30 beam received by the photosensitive layer surface. Here, the light Intensity (mJ/s • cm^) of the laser beam can be 
obtained by measuring the energy per unit time (mJ/s • cm^) of the laser beam on the printing plate by a light power 
meter, or by measuring the beam diameter (irradiation area: cm^ on the photosensitive layer surface, and dividing the 
energy per unit time by the irradiation area. The irradiation area of the laser beam is usually defined by the area of the 
portion exceeding 1/e^ intensity of the laser peak intensity, but it may simply t>e measured by sensitizing the photosen- 

35 sitive material showing reciprocity law. 

[0114] In the present invention, the light intensity of the light source is preferably at least 2.0 x 10® mJ/s • cm^, more 
preferably at least 1 .0 x 10^ mJ/s • cm^. If the light intensity is within the above range, it Is possible to improve the sen- 
sitivity characteristic of the positive photosensitive conposition of the present invention, and the scanning exposure 
time can be shortened, such being practically very advantageous. 

40 [0115] Now, the present invention will be described in further detail with reference to Examples. However, it should 
be understood that the present invention is by no means restricted to such specific Examples. 

EXAMPLES 1 to 7 and CXDMPARATIVE EXAMPLES 1 to 3 

45 [01 16] A photosensitive liquid comprising the following components, was coated on a hydrophilic grain surface-treated 
aluminum plate having a thickness of 0.24 mm, by a wire bar and dried at 1 0O^'C for 1 minute, followed t>y heat treatment 
at SS^'C for 16 hours to obtain a lithographic printing plate. The coating film amount was 2.5 gfn^. 

Photosensitive liquid 

50 

10117] 
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Non-esterrfied alkali-soluble resin: novolak resin (Mw 7000) having cresol/m-cresol/p-cresol 
(molar ratio of 20/50/30) copolycondensed with formaldehyde 

Photo-thermal conversion material: SA-1 as described hereinafter 



100 parts by weight 



4 parts by weight 
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(continued) 



Esterif led alkali-solubie resin or other additives: As identified in Talkie A 


10 parts by weight 


uoioram. as laentiriea in laoie m 


7 parts by weight 


Solvent: Cyciohexanone 


900 parts by weight 


Photo-th^mal conversion matsrial 




[0118] 




SA- 1 






C2 Hs B? ^- ^2 



Colorant 

SB-1 Crystal violet lactone 
fetarHled alkali-solutile resin 
[0119] 



SC- I 



OH 




NHN = C 



0 

W 

/C-CH3 



OH CH3 



CH3 



// 
0 



C-CH3 



Mw 4 0 0 0 
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10 



IS 



SC- 2 



OCH2 -OCH3 




Mw 4 0 0 0 



20 



25 



30 



SC-3 



OH 




0 = S = 0 
I 

O 

HO I OH CH3 




^ 



CH, 



Jn 



Mw 4 0 0 0 
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Mw 4 0 0 0 



CH3 
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SC-5 



10 



IS 




Mw 4 0 0 0 



CH3 



20 



25 



30 



SC-6 




0=S=0 0 
I 

0 

HO I OH CH3 




Mw 4 0 0 0 



35 



40 



SC- 7 




0 = S = 0 



45 



HO 



OH CH3 

C — 

I 



1 



Mw 4 0 0 0 



so 
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[0120] Then, the above sample was subjected to image exposure to form 212 lines and 3 to 97% dot images with an 
40 exposure of 200 mJ/cm^ by means of an exposure apparatus for lithographic printing plates using a semiconductor 
laser of 830 nm as the light source ("Trend Setter 3244r , manufactured by Creo Products Inc.) and then developed 
with an alkali developer (DP-4 manufactured by Fuji Photo Film Co.. Ltd. diluted from 6 to 10 times) at 28*»C to repro- 
duce the 3 to 97% dot images thereby to obtain a printing plate. Using the printing plate, the following evaluations were 
carried out, and the results are shown in Table A. 

45 

Printing resistance 

[0121] 50,000 copies were printed by the printing plate by means of a printing machine DIa 1 F-2, manufactured by 
Mitsubishi Heavy Industries, Ud., wetting water (Astro No. 1 Mark 2 (1% liquid. pH 5, lO'^C) manufactured by Nikken 
so Kagaku K.K.. an ink (High Echo Beni. manufactured by Toyo Ink) and printing paper (OK toku Art, manufactured by Oji 
Paper Co.. Ltd,), and then the ink on the printing plate was removed with a plate cleaner (SK Plate Cleaner, manufac-. 
tured by SK Co., Ltd.), whereupon a gum (SGW) manufactured by Kbnica K.K. was coated on the surface of the printing 
plate and left to stand for 12 hours (pfate-leaving treatment), whereupon 50,000 copies were again printed. 
[0122] From the printable number of copies, the printing resistance of the printing plate was evaluated. 

55 

A: Number of printed copies being at least 50,000 copies 

B: Number of printed copies being at least 30.000 and less than 50,000 copies 

C: Nun^er of printed copies being at least 1 0,000 and less than 30,000 copies 
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D: Number of printed copies being less than 1 0,000 copies 
Chemical resistance 

5 [0123] A part of the printed plate was dipped in Matsui washing oil (manufactured by Matsui Kagaku K.K.) for 1 nranute 
to examine the chemical resistance. With respect to the image area, the f Bm-remaining ratio after dipping was obtained 
from the reflection densities from the dipped portion and the non-dipped portion. 

[01 24] RIm-remaining ratio: The reflection densities before and after the dipping of the Image area after development 
were measured by a reflection densitometer manufactured by Macbeth Co., and the results calculated by the following 
10 formula were represented by A to D. 

Film remaining ratio (%) = 
Reflection density of the image after dipping - Reflection density of the non-image area 
Reflection density of the image area before dipping - Reflection density of the non-image area 

15 

A: A film-remaining ratio of 1 00%. 

B: A film-remaining ratio of at least 80% and less than 1 00%. 
C: A film-remaining ratio of at least 50% and less than 80%. 
20 D: A film-remaining ratio of less than 50%. 



Table A 





Example 


Esterified alkali soluble- 


Chemical resistance 


Colorant 


Printing resistance 


25 


resin or other additives* 










1 


SC-1 


A 


SB-1 


A 




2 


SC-2 


A 


SB-1 


A 




3 


SC-3 


A 


SB-1 


A 


30 














4 


SC-4 


A 


SB-1 


A 




5 


SC-5 


A 


SB-1 


A 




6 


SC-6 


A 


SB-1 


A 


35 


7 


SC-7 


A 


SB-1 


A 




Comparative Example 1 




D 


SB-1 


D 




Comparative Example 2 


TC-1 


D 


SB-1 


D 


40 


Comparative Example 3 


TC-2 


D 


SB-1 


A 



[0125] Especially from a comparison with the above Comparative Example 2, it is evident that when an esterified 
alkali-soluble resin is used as the additive, the chemical resistance and the printing resistance are remarkably improved 
over a case where a low nrK>lecular weight ester compound is used. 

45 

REFERENCE EXAMPLE 1 



[0126] The sample of Example 1 was left to stand for 10 hours under white fluorescent light with 400 lux, and then 
plate making was carried out in the same manner to obtain a similar printing plate, whereby exactly the same evaluation 
so results were obtained. 

COMPARATIVE EXAMPLE 4 

[0127] A sample prepared in the same manner as in Example 1 except that as the additive, instead of the esterified 
55 alkali-soluble resin SC-1 . TC-3 was used, was evaluated in the same manner as in Example 1 , whereby both the chem- 
ical resistance and the printing resistance were A. 

[0128] On the other hand, a sample separately prepared in the same manner, was left to stand for 2 hours under white 
fluorescent light with 400 lux, and then plate making was attempted in the same manner, whereby the entire photosen- 
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s'rtive layer dissolved in the alkali developer, and it was impossible to obtain a printing plate. Namely, this indicates that 
with the sample of this Comparative Example, handling under white light is restricted. 

[0129] TC-3 is a kind of an esterified alkali-soluble resin, but at the same time, it is an o-quinonedlazide conrpound. 
Therefore, it does not fall within the scope of the esterified alkali-soluble resin to be employed in the present invention. 

5 

EXAMPLES 

[0130] A gum (SGW) manufactured by Kbnica K.K. was coated on the surface of a printed plate obtained by exposure 
and development in the same manner as in Example 1 . and left to stand for 12 hours, to obtain a printing plate. Printing 
10 was carried out by this printing plate in the same manner as in Example 1 , and the printed product of the 500th copy 
was visually inspected, whereby the printed product was of high quality free from deposition of ink at the non-image 
area. 

REFERENCE EXAMPLE 2 

IS 

[0131] Using the printing plate obtained In Example 5. printing was can-ied out in the same manner as in Example 8, 
and the printed product of the 500th copy was visually Inspected, whereby deposition of ink was observed at tiie non- 
image area. 

20 REFERENCE EXAMPLE 3 

[01 32] Using the printing plate obtained in Example 6, printing was carried out in the same manner as in Example 8, 
and the printed product of the SOOtii copy was visually inspected, whereby deposition of ink was obsen^ed at tiie non- 
image area. 

25 

COMPARATIVE EXAMPLE 5 

[0133] Using the printing plate before leaving under white light, obtained in Comparative Example 4, printing was car- 
ried out in the same manner as in Example 8. and the printed product of tiie 500th copy was visually inspected, whereby 
30 deposition of ink was observed at tiie non-image area. 

EXAMPLES 9 to 12 and COMPARATIVE EXAMPLE 6 

[0134] A lithographic printing plate was prepared in the same manner as in Example 1 ew;ept that the photosensitive 
35 liquid was changed to tiie following composition. The coating film amount was 2.5 g/m^. 

Photosensitive nouid 

[0135] 

40 





Non-esterified alkali-soluble resin: Novolak resin (Mw 7000) having phenol/m-cresol/p-aesol 


100 parts by weight 


45 


(molar ratio of 20/50/30) copolycondensed with formaldehyde 




Photo-thermal conversion material: SA-1 as mentioned above 


4 parts by weight 




Esterified alkali-soluble resin: As identified in Table B 


20 parts by weight 




Colorant: SB-1 as mentioned above 


10 parts by weight 


SO 


Solvent: Cyclohexanone 


900 parts by weight 



[0136] The obtained lithographic printing plate was subjected to exposure and development in tiie same manner as 
in Example 1 . and tiie printing resistance was evaluated in the same manner. 
ss [01 37] The printing resistance of the printing plate was evaluated from the printable number of copies. 

A: Number of printed copies being at least 1 00.000 copies 

B: Number of printed copies being at least 50.000 and less tiian 1 00.000 copies 
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C: Number of printed copies being at least 10.000 and less than 50.000 copies 
D: Number of printed copies being less than 10.000 copies 

10138] The chemical resistance was evaluated in the same manner as in Example 1 . The results are shown in Table B. 



Table B 



Example 


Esterified alkali soluble- 
resin 


Chemical resistance 


Printing resistance 


9 


SC-1 


A 


A 


10 


SC-2 


A 


A 


11 


SC-3 


A 


A 


12 


SC-4 


A 


A 


Comparative Example 6 




D 


D 



[0139] The positive photosensitive composition containing an esterrfied alkali-soluble resin of the present invention 
has excellent sensitivity characteristics, and it is possible to provide a positive photosensitive composition which is 
excellent in the printing resistance and chemical resistance of the image portion when used as a photosensitive layer 
for a printing plate and a photosensitive lithographic printing plate employing such a composition. 
[0140] Particularly, it is possible to provide a positive photosensitive lithographic printing plate which is excellent in the 
above properties especially by means of an infrared laser beam and which is processable under white light. Further, by 
selecting the printing resistance-improving agent, it is possible to provide a lithographic printing plate having the stain 
resistance improved. 

Claims 

1 . A positive photosensitive composition comprising an alkali-soluble resin having phenolic hydroxyl groups (a) and a 
photo-thermal conversion material (b), and not containing a quinonediazide compound, which contains an alkali- 
soluble resin having phenolic hydroxy! gro^)S, of which at least some are esterified (a-1). 

2. The positive photosensitive composition according to Claim 1, wherein from 2 to 30% of the phenolic hydroxyl 
groups in the alkali-soluble resin component having phenolic hydroxyl groups, of the positive photosensitive com- 
position are esterified. 

3. The positive photosensitive composition according to Claim 1 . wherein the weight ratio of the esterified alkali-solu- 
ble resin (a-1) to the non-esterified alkali-soluble resin in the photosensitive composition is from 1 :1 to 1 :100. 

4. The positive photosensitive composition aocordng to Claim 3. wherein the esterified alteli-soiuble resin (a-1) has 
a weight average molecular weight of from 1 ,000 to 50,000. 

5. The positive photosensitive conposition according to Claim 1 , wherein the esterified alkali-soluble resin (a-1) is a 
resin having such a structure that phenolic hydroxyl groups of an alkali-soluWe resin having phenolic groups are 
esterified with a sulfonic acid compound or a carbcocylic add compound. 

6. The positive photosensitive composition according to Claim 1, wherein the alkali-soluble resin having phenolic 
hydroxy! groups which constitutes the esterified alkali-soluble resin (a-1), is a novolak resin. 

7. The positive photosensitive composition according to Claim 3, wherein the esterified alkali-soluble resin (a-1) is a 
resin wherein from 10 to 40% of the phenolic hydroxy! groups are esterified. 

8. The positive photosensitive composition according to Qaim 1 . wherein the esterified alkali-soluble resin (a-1) is a 
resin having such a structure that phenolic hydroxyl groups of an alkali-soluWe resin having phenolic groups are 
esterified with a sulfonic add compound, and the sulfonic acid compound is a mono- to tri-cyclic aryl sulfortic add 
or a mono- to tri-cydic quinone sulfonic acid, which may have, as a substituent. an alky! group, a cartxsxylic acid 
group, a hydroxyl group or a primary to tertiary amino group, or a cartwxylic acid thereof. 
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The positive photosensitive composition according to Claim 1, wherein the esterified alkali-soluble resin (a-1) is a 
resin having such a structure that phenolic hydroxy! groups of an alkali-soluble resin having phenolic groups are 
esterified with a sulfonic add compound, and R in the sulfonic acid esler (R-SO3-) has a structure of the following 
formula: 






or 




wherein is a hydrogen atom or an alkyi group, is a hydrogen atom or a hydroxy! group. X^ is 



-NH-N=C 



or -N=N-Y2, X^ is a hydrogen atom or. an alkyI group, each of two V which are independent of each other, is a 
hydrogen atom, an all^l group, an aryl group, a chlorine atom, a bromine atom, an iodine atom, a fluorine atom, an 
alkoxy group, an aryloxy group, an acyl group, an alkoxycartjony! group, an aryloxycartx>nyl group, an allyloxycar- 
bonyl group, a carbcxylic acid group or a cyano group, provided that at least one of them is a group selected from 
an acyl group, an aikoxycart>onyl group, an aryloxycarbonyl group, an aliyloxycarbonyl group, a carboxyiic acid 
group and a cyano group, and is an aryl group which may have a substituent. an alkyI group which may have a 
subslituent a heterocyclic group which may have a substituent, an alkenyl group, an acyl group which may have a 
substituent or an alkoxycarbonyl group which may have a substituent 

X The positive photosensitive conrposition according to Claim 9. wherein R in the sulfonic acid ester (R-SO3-) has a 
structure of the following formula: 




OH 



wherein each of two Z which are independent of each other, is a hydrogen atom, an alkyI group, an ary! group, a 
chlorine atom, a bromine atom, an iodine atom, a fluorine atom, an alkoxy group, an aryloxy group, an acyl group, 
an alkoxycartxjny! group, an aryloxycarbonyl group, an allyloxycartxjnyl group, a cart)oxyIic acid group or a cyano 
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group, provided that at least one of them is a group selected from an acyl group, an alkoxycarlDonyl group, an ary- 
loxycarbonyl group, an allyloxycarbonyl group, a carboxylic acid group and a cyano group. 

11. The positive photosensitive composition according to Claim 1, wherein the esterified alkali-soluble resin (a-1) is a 
resin having such a structure that phenolic hydrcxyl groups of an aikali-soIuWe resin having phenolic groups are 
esterified with an arylsulfbnic acid compound which may have a substituent and the aromatic ring or a substituent 
on the a(t>matic ring of the arylsulfonic add is substituted by a hydrophilic group. 

12. The positive photosensitive composition according to Claim 1 1 , wherein the hydrophilic group is a group selected 
from a hydrcxyl group, an amino group which may be substituted, and a cartxjxylic acid group. 

13. TTie positive photosensitive composition according to Claim 1 1 , wherein the aromatic ring of the arylsulfonic acid is 
substituted by at least a hydroxy! group. 

14. The positive photosensitive composition according to Claim 13. wherein the esterified alkali-soluble resin (a-1) is a 
resin having hydroxyl groups introduced by a reaction of o-quinonediazide groups of an ester of an alkali-soluble 
resin having phenolic hydroxyl groups with o-quinonediazide sulfonic acid. 

15. The positive photosensitive composition according to Claim 14, wherein the reaction of the o-qulnonediazide 
groups is a coupling reaction with an active hydrogen-containing conpound or a nitrogen-removing reaction. 

16. The positive photosensitive composition according to Claim 14. wherein the reaction of the o-quinonediazide 
groups is a coupling reaction with an active hydrogen-containing compound of the following formula: 

p Al 

/ 

H-C (A) 

\rA3 



wherein each of R^^ to R^^ which are independent of one another, is a hydrogen atom, an alkyi group, an aryl 
group, a chlorine atom, a bromine atom, an iodine atom, a fluorine atom, an alkoxy group, an aryloxy group, an acyl 
group, an alkoxycartwnyl group, an aryloxycarbony! group, an allyloxycarbonyl group, a cartx)xylic acid group or a 
cyano group, provided that at least one of them Is a group selected from an acyl group, an alkoxycarbonyl group, 
an aryloxycart)onyl group, an allyloxycartx)nyl group, a carboxylic acid group and a cyano group. 

17. The positive photosensitive composition according to Claim 3, wherein the non-esterified alkali-soluble resin is a 
novolak resin. 

18. The positive photosensitive conposition according to Claim 3, wherein the non-est«rified alkali-soluWe resin has a 
weight average molecular weight of from 1 .000 to 1 .000,000. 

19. The positive photosensitive composition according to Claim 1. wherein the photo-thermal conversion material (b) 
is a cyanlne dye having a near infrared absorptivity. 

20. A positive photosensitive composition comprising an alkali-soluble resin having phenolic hydroxyl groups, of which 
at least some are esterified (a-l), a non-esterified alkali-soluble resin and a photo-thermal conversion material, 
which has substantially no photosensitivity to ultraviolet light 

21. A positive photosensitive composition comprising an alkali -soluble resin having phenolic hydroxyl groups, of which 
at least some are esterified (a-1), a non-esterified alkali-soluble resin and a photo-thermal conversion material, of 
which the solubility in an alkali developer does not change when it is left to stand under white light with a light inten- 
sity of 400 lux for 1 0 hours. 

22. A positive photosensitive lithographic printing plate having a layer of the positive photosensitive conposition as 
defined in Claim 1 formed on a substrate. 



EP0 934 822A1 

23. A method for forming a positive image, which comprises subjecting the photosensitive lithographic printing plate as 
defined In Claim 22 to exposure with a laser beam having a wavelength within a range of from 650 to 1,300 nm, 
and then developing It with an alkali developer to form a positive Image. 
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